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NH 3 GENERATION CATALYSTS FOR LEAN-BURN AND DIESEL 
APPLICATIONS 

BACKGROUND OF THE INVENTION 
1. Field of the Invention 
This invention relates to methods for reducing nitrogen oxides (NO*) emissions 
from internal combustion engines. More specifically, the invention relates to a catalyst 
and method for converting NO* in exhaust gases to NH 3 . 

2. Background Art 

One of the biggest problems with internal combustion engines today is how to 
convert environmentally harmful gases and particulates expelled from the engines to 
safe and environmentally benign products. An internal combustion engine transforms 
gasoline, diesel, or some other type of fuel into work or motive power through 
explosive combustion reactions. These reactions also produce harmful byproducts such 
as carbon monoxide, hydrocarbons (in this application, hydrocarbons refer to short- 
chain hydrocarbons commonly found in gasoline, diesel or exhaust from internal 
combustion engines), NO x and particulates. NO*, which are mixtures of oxides of 
nitrogen, constitute a major component of these byproducts. 

Statistics show that sixty to eighty percent of nitrogen oxides in the atmosphere 
is produced by mobile sources, whereas the remainder is produced by stationary 
internal combustion engines. Ever-tightening regulations from governments have kept 
an unrelenting pressure to develop more efficient engines which produce less pollution. 
Researchers worldwide have been struggling long and hard to develop such engines. 
However, this objective has proven difficult to achieve. For example, if engine 
efficiency is increased by increasing air to fuel ratio so that fuel is completely 
consumed, as in lean-burn, engines, carbon monoxide, hydrocarbon, and particulate 
emissions are reduced. However, this change is accompanied by a corresponding 
increase in nitrogen oxide emission. Conversely, if the combustion process is modified 
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to reduce nitrogen oxide production, i.e., by running the engines under rich-burn (fuel 
excess) conditions, more particulates and hydrocarbons are emitted. 

Consequently, researchers have focused their efforts on controlling the emission 
of harmful materials. These emission control efforts have led to the development of 
5 catalytic converters and other catalysts that are very effective in controlling harmful 

emission. For example, three-way catalysts such as [Pt and/or Pd + Rh] / Ce0 2 — A1 2 0 3 
and selective catalytic reduction (SCR) catalysts such as V2O5 — Ti02 and Cu — zeolite 
have been successfully employed to convert NO* to innocuous gases. 

In the three-way catalysts, rhodium (Rh) can selectively reduce NO* to N2 in 

10 stoichiometric ratio in the absence (or at extremely low concentrations) of oxygen. 

However, the presence of oxygen rapidly deteriorates the performance of these three- 
way catalysts. Therefore, this technology is not suitable for controlling NO* emission 
form lean-burn engines. Furthermore, this technology is ineffective in controlling NO x 
emission from diesel engines because diesel engines function at lower temperatures, but 

15 the available catalysts require high temperatures for optimal performance. 

One of the NO* emission control technologies under consideration by diesel and 
lean-burn engine makers is an NO* storage catalyst with intermittent reduction. With 
this technology, NO* in exhaust gases is temporarily adsorbed on the catalyst during a 
lean-burn cycle. The engine is intermittently switched to a rich-burn cycle to reduce 

20 the adsorbed NO* to N2 in the absence of oxygen. These catalysts, however, suffer 

from deactivation by SO2 poisoning from sulfur in diesel fuel. 

Another approach being considered for NO* emission control in diesel and lean- 
burn engines is SCR with NHs/urea. SCR catalysts such as V2O5 — Ti02, or [Fe, Cu, 
etc.] — zeolite, or natural oc-Fe 2 0 3 with or without another metal as disclosed in U.S. 

25 Patent 4,138,368 issued to Makoto Kiyomiya for example, can use external ammonia to 

reduce NO* to N 2 and H2O. Figure 1 illustrates a common setup for converting NO* to 
harmless components using SCR. In this setup, an ammonia tank 20 is connected to a 
catalytic unit 26 in which NO x are converted to N2 and H2O by reacting with NH3 from 
tank 20 in the presence of an SCR catalyst. After reacting with ammonia, the exhaust 

30 gases can then be safely expelled through the exhaust pipe 24 into the atmosphere. 

This NO* reduction technique is widely used with conventional electric power plants 
and other stationary engines. The toxicity and manipulation problems of ammonia, 
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however, has made use of the technology in automobiles or other mobile engines 
impracticable. 

U.S. Patent 5,863,508 issued to Lachman et al. describes a multi-stage catalytic 
reactor system which allows ammonia to be synthesized onboard a vehicle and then 
used to reduce NO* to innocuous products. The reactor system includes two units, each 
of which includes multiple open-ended cells. A portion of the cells in the first unit 
contains a first stage catalyst, which typically contains 0.01% - 5% noble metal (e.g., 
Pt) on a support (20% - 50% Cerium from Ce0 2 and alumina for the balance). Exhaust 
gases from combustion are passed through the first unit so that a portion of the NO* in 
the exhaust gases is reduced to ammonia by the first stage catalyst. The modified gas 
mixture is then passed to the second unit, wherein the ammonia in the modified gas 
mixture is reacted with the remaining NO* to yield a converted gas mixture. An 
external source of ammonia is not needed because the ammonia is generated in the first 
unit. The passage of the exhaust gases through the first and second units results in 
conversion of NO*, CO, and hydrocarbons to environmentally benign products. 

A similar approach as disclosed in U.S. Patent 6,047,542 issued to Kinugasa et 
al. and its related patents involves separating engine cylinders into two groups; the first 
group is regulated to run under rich-burn conditions and the second group under lean- 
burn conditions. NO x in the exhaust gas from the first group (rich-burn cylinders) is 
reduced by a three-way catalyst to produce NH 3 , which is then reacted with NO x in the 
exhaust gas from the second group (lean-burn cylinders) to produce innocuous products 
on a NH3 adsorbing-oxidizing catalyst. The need to separate engine cylinders into two 
groups is due to the fact that the prior art NH3 generation catalysts are not suitable for 
lean-burn or diesel application. 

SUMMARY OF THE INVENTION 
In one aspect, the invention relates to a catalyst for converting NO x in exhaust 
gases to NH3 which comprises at least one metal oxide impregnated with at least one 
noble metal, the metal oxide being selected from a group consisting of Fe 2 03, Cr 2 0 3 , 
MgO, La203, ZnO, TiO x , and Ce0 2 , and the noble metal being selected from a group 
consisting of Pt, Pd, Ir, Rh, and Ru. 



In another aspect, the invention relates to a catalyst for converting NO x in 
exhaust gases to NH3 which comprises one or more compounds represented by the 
formula AB]. X M X 03, wherein A is a rare earth, B is a transition metal, and M is a noble 
metal. 

5 In another aspect, the invention relates to a catalytic unit comprising at least one 

catalyst of the present invention. 

In yet another aspect, the invention relates to a method of generating NH 3 from 
NO x comprising passing a stream of gas which comprises NO x , oxygen, and at least one 
reductant through a catalyst of the present invention. 
10 Other aspects and advantages of the invention will be apparent from the 

following description and the appended claims. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Figure 1 is a prior art drawing of a SCR NO x reduction system employing an 
ammonia storage tank for ammonia injection into the catalytic unit. 
1 5 Figures 2 A and 2B are prior art examples of substrates on which the catalyst can 

be washcoated to create catalytic units. 

Figure 2C is a magnified view to show the honeycomb structure of such 
substrates. 

Figure 3 is a graph illustrating a setup for using an NH 3 generation catalyst in 
20 conjunction with an SCR catalyst for NO x abatement. 

Figure 4 is a graph illustrating NH3 generation activity of a Pt/Fe 2 03 catalyst in 
accordance with one embodiment of the invention. 

Figure 5 is a graph of NH3 generation activity of a Cu/Zn/Fe20 3 catalyst in 
accordance with another embodiment of the invention. 
25 Figure 6 is a graph of the NH3 generation activity of a perovskite catalyst 

(LaMno.9Pto.1O3) in accordance with another embodiment of the invention. 

DETAILED DESCRIPTION OF THE INVENTION 



30 



Embodiments of the invention provide catalysts and methods for NO* reduction 
using such catalysts. Several catalysts are disclosed that can generate NH 3 in the 
presence of oxygen. The potential applications of the catalysts include control of 
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harmful NO* emission in the exhaust of lean-burn or diesel engines. The ammonia 
generated by the disclosed embodiments of the invention can react with NO* in the 
exhaust to generate nitrogen and water, which can then be safely discharged into the 
atmosphere. 

5 Figure 3 illustrates one possible setup for using such an NH 3 generation catalyst 

in conjunction with an SCR catalyst to reduce NO x in the exhaust gas. In this setup, a 
portion of the exhaust gas 42 from an internal combustion engine is passed through the 
NH3 generation catalyst 44 which is equipped with a reductant injection device 46. 
Diesel, gasoline, hydrocarbons, or hydrogen can be used as the reductants and 

10 introduced through device 46. Gas 48 exiting from the catalyst 44 contains NH 3 and is 

reacted with the remainder of the exhaust gas 50 in the SCR catalyst 52. The final 
product from the second catalytic reaction will comprise mostly N 2 54 instead of NO x . 
Other setups as disclosed in U.S. Patent 5,863,508, issued to Lehman et al. and 
assigned to the same assignee as the present application, may also be used. This patent 

15 is herein incorporated by reference as filed. 

Embodiments of the invention provide NO* reducing catalysts that are 
sufficiently active at low temperatures, and are durable even in exhaust gases which 
contain water vapor and sulfur dioxide. The ability of the catalysts to function at 
relatively low temperature is important for diesel application because diesel engines 

20 typically run at lower exhaust gas temperatures. The catalysts are also resistant to SO2 

poisoning. This stability is important for diesel application because diesel fuel exhaust 
often contains SO2 from the sulfur in the fuel itself. 

In general, the catalysts of the invention comprise a noble metal or combination 
of noble metals supported on metal oxides or perovskite materials. For catalysts which 

25 include noble metals supported on metal oxides, the preferred noble metals are 

platinum (Pt), palladium (Pd), iridium (Ir), rhodium (Rh), and rhthenium (Ru). The 
preferred metal oxides are Fe 2 03, &2O3, MgO, Ce02, La 2 03, ZnO, and TiO^. Some 
embodiments of the invention may additionally include up to 5 percent by weight of 
one or more transition metals, preferably Cu, Zn, Ni, Mo, Ir, Co, Fe, Cr, or Mn. All 

30 transition metal additions in the examples which follow are accomplished by adding 

these metals in the form of water-soluble salts, e.g., nitrate, acetate, or hydroxide. 
Some embodiments may include up to 5 percent by weight of alkali metals or alkaline 
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earth metals, preferably Ba, Cs, or K. Some embodiments may include up to 5 percent 
by weight of rare earth oxides, preferably La203 or Cc0 2 . hi addition, some 
embodiments may include a combination of these additional metals and/or rare earth 
oxides. 

5 For catalysts which include noble metal supported on perovskite materials, the 

noble metal is impregnated in perovskite materials having a general formula of ABO3, 
where A is a rare earth and B is a transition metal. The impregnation is achieved by 
replacing portions of the transition metal in these perovskite materials with the noble 
metal. Therefore, the resultant perovskite materials have a general formula of ABi_ 
10 X M X 03, where A is a rare earth, B is a transition metal, M is a noble metal, and x is 

between 0 and 1. Preferably, M is Pt and x is between 0 and 0.3. This low level 
substitution prevents any significant structural change in the original perovskite 
materials. 

In some embodiments, the catalysts may be prepared as slurries and washcoated 
-.15 onto substrates to create catalytic units. Cordierite, a thermally rugged ceramic 

composed of magnesium oxide, silica, or alumina, is the most commonly used substrate 
material. Typically, an extrusion method is used to form numerous long, narrow 
channels in the substrates to give these substrates a "honeycomb" appearance. Figures 
2 A and 2B illustrate structures of such honeycomb substrates, identified by reference 

20 numerals 30A and 30B, respectively. Figure 2C shows an enlarged view of a portion of 
the honeycomb structure 30A. The honeycomb substrates are designed to provide high 
surface areas for catalytic reactions and to permit rapid temperature rises so that they 
can reach the optimal catalytic temperatures as quickly as possible. A washcoat, 
usually 25 to 40 um thick, is what converts these "bricks" of ceramic into an effective 

25 catalytic converter. The washcoat, or double washcoats in some cases, contains the 

catalytic materials that can generate NH3 for use with SCR catalysts to convert NO x 
into benign gases. 

In some embodiments, the catalyst may be supported on a carrier such as zeolite 
or alumina prior to washcoating onto the substrate. In other embodiments, such 
30 catalysts may be extruded with substrate materials to produce catalytic units without the 

need for washcoating. For use on motor vehicles, such catalytic units may be housed in 
steel cans that are connected to or form part of the vehicle exhaust system. 
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The following examples further illustrate the embodiments of the invention but 
are not intended to limit the scope of the invention as otherwise described herein. 



Catalysts Based on Noble Metal Supported on Metal Oxides 
5 The following examples all use Pt for easy comparison of relative activities of 

the different catalysts. Other noble metals such as Pd, Ir, Rh, and Ru also work, though 
Pt may give better results. In addition, the amounts of Pt in each of these examples is 2 
percent by weight for easy comparison. It should be noted that the amount of noble 
metals in any of the various embodiments of the present invention will be determined 
10 by the desired efficiency and cost. In general, a higher percentage of noble metal will 

provide better efficiency, but at a greater cost. The preferred amounts of noble metal 
are between 0 percent and 50 percent, more preferably between 0 percent and 15 
percent, and still more preferably between 0 percent and 5 percent. 

While these examples mostly involve Fe 2 0 3 , other metal oxides may be used. 
15 Preferred metal oxides include Fe 2 0 3 , Cr 2 0 3 , MgO, Ce0 2 , La 2 0 3 , ZnO, and TiO*. 

Example 1 

A CI catalyst is attained by impregnating Fe 2 0 3 (support material) with 2 
percent by weight (relative to support material) Pt. It should be noted that the amounts 
of Pt used in this and the following examples are for illustration purposes only. The 

20 present invention will work with other percentages of Pt. The impregnation is 

accomplished by mixing (NH 3 ) 4 Pt(N0 3 ) 2 solution with Fe 2 0 3 and stirring the mixture 
at room temperature for 2 hours. The resulting mixture is dried at 1 10°C, after which it 
is calcined in air at 600°C for five hours. The dried material is then crushed and mixed 
with 10-15 percent colloidal alumina (binder), such as sold under trade name Al-20 by 

25 PQ Corporation (Baltimore, MD), to make a slurry. The slurry is washcoated onto a 

one-inch (25 mm diameter x 25 mm length) honeycomb substrate. Any substrate 
discussed above is suitable. However, a cordierite honeycomb substrate with a cell 
density of 400 cpsi was used in this example. The washcoated substrate is then dried 
and calcined for three hours at 600°C. 

30 The CI catalyst exhibited a 65 percent NH 3 generation activity with a synthetic 

hydrocarbon feed (see Table 1). When tested with diesel feed, the CI catalyst 
effectively converted 83 percent of the NO* to NH 3 . Both of these tests were 
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performed at 490°C. However, the catalyst temperature was approximately 440°C 
because the temperature of the catalytic unit is typically about 50°C lower than the 
furnace temperature. 

Example 2 

A C2 catalyst is made by first impregnating Fe 2 03 with potassium (K) or 
cesium (Cs) and then impregnating the resulting mixture with Pt as described in 
Example 1. In this example, Fe 2 03 is first mixed with 0.2 percent by weight potassium 
(from potassium nitrate, potassium acetate, or potassium hydroxide) or 0.3 percent by 
weight cesium (from cesium nitrate or cesium hydroxide). The resulting mixture is 
then stirred for 30 minutes, after which it is dried and calcined in air at 600°C for three 
hours. The calcined mixture is then impregnated with Pt as described in Example 1 . 

The C2 catalyst was tested with a diesel feed and a hydrocarbon feed. When 
tested with diesel feed, the C2 catalyst effectively converted 90 percent of the NO* in 
the diesel exhaust to NH3 (see Table 1). With a synthetic hydrocarbon feed, 72 percent 
of NO* was converted (see Table 1). These results were obtained despite the fact that 
the catalyst temperature was only about 435°C. 

Example 3 

A C3 catalyst is made by impregnating a mixture of potassium and Fe203 and 
La-y-p-Al 2 03 with Pt. In this example, 0.3 percent by weight potassium and 2 percent 
20 by weight Fe 2 0 3 are added to La-y-(3-Al 2 0 3 . The resulting mixture is stirred for two 

hours, and then dried at 1 10 °C. The dried mixture is calcined in the air at 600 °C for 
five hours. The calcined mixture is crushed into a powder and 2 percent Pt is added in 
the form of (NH 3 )4Pt(N03)2 solution to create a slurry. This slurry is then stirred for 
another two hours, after which it is dried at 1 10°C and calcined at 600°C for five hours. 
25 The calcined mixture is then crushed into powder and added to 15 percent colloidal 

alumina (binder) solution to create a slurry. The slurry is washcoated onto a 
honeycomb substrate and calcined as described in Example 1 . 

The C3 catalyst exhibited a lower activity even at higher temperatures than the 
CI and C2 catalysts. With a diesel feed, 60 percent of NO x was converted into NH 3 
30 (see Table 1). With a hydrocarbon feed, 69 percent of ~NO x was converted into NH 3 

with a synthetic hydrocarbon feed (see Table 1). The tests were conducted at a catalyst 



10 
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temperature of approximately 500°C, which is still considerably lower than the 
operating temperatures for the catalytic converters known in the prior art. 

Example 4 

A C4 catalyst is made by impregnating O2O3 (support material) with Pt. In this 
5 example, Cr 2 C>3 is mixed with (NH 3 ) 4 Pt(N03)2 solution, which contains 2 percent Pt (by 

weight relative to Cr203). The resulting mixture is stirred at room temperature for 2 

hours, and then dried at 110°C. The dried mixture is calcined in air at 600°C for five 

hours. The calcined mixture is then crushed to make a first powder. A second powder 

is prepared from Cs and Pt impregnated Fe 2 0 3 that has been prepared according to the 
10 procedure outlined in Example 2. Equal amounts of both first and second powders are 

mixed together in a volume of water equivalent to the total weight of both materials. 

The resulting mixture is dried at 110°C and calcined in air at 600 °C for five hours. 

The calcined mixture is then crushed to make a third powder. A slurry is prepared from 

this third powder with 10-15 percent colloidal alumina (binder). Finally, the slurry is 
15 washcoated on a one-inch (25 mm diameter x 25 mm length) cordierite honeycomb 

with a cell density of 400 cpsi. The washcoated substrate is dried at 110°C and 

calcined for 3 hours at 600°C. 

The activity of the C4 catalyst yielded interesting test results in that the activity 

for the hydrocarbon feed stream was significantly higher than that for the diesel stream. 
20 The C4 catalyst had an 88 percent activity with a hydrocarbon feed, while it only 

exhibited a 60 percent activity with the diesel feed (see Table 1). The tests were 

conducted at a catalyst temperature of 467°C. 

Example 5 

A C5 catalyst is prepared by double-coating a ceramic substrate in a first 
25 washcoat prepared from copper-impregnated Fe 2 03 and a second washcoat prepared 

from Cs- and Pt-impregnated Fe20 3 . For the first washcoat, Fe 2 C>3 is added to 2 percent 
by weight copper (from copper acetate) solution. The mixture is stirred at room 
temperature for 2 hours, and then dried at 1 10°C. The dried mixture is calcined in air at 
600°C for five hours. The calcined mixture is then crushed to make a first powder, 
30 which is mixed with 15 percent colloidal alumina (binder) to create a first slurry. A 

one-inch (25 mm diameter x 25 mm length) cordierite monolith substrate is washocated 
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by applying thin layers of this slurry until 14 percent weight gain is realized. The 14 
percent weight gain is selected for easy comparison between different experiments. It 
should be noted that the thickness of the catalyst coatings in practical applications will 
be related to the desired catalytic efficiency and cost. A wide range of percent weight 
5 gain of the substrate will work according to the present invention. It is often necessary 

to repeat the coating and drying (at 110°C) of the slurry to achieve the desired 
thickness. The substrate, washcoated with the first slurry, is then dried at 110°C and 
calcined at 600°C for five hours. 

For the second washcoat, Fe 2 03 is mixed with 2 percent cesium (from cesium 
10 acetate) and 2 percent Pt (from (NH 3 ) 4 Pt(N0 3 )2) solution. The mixture is stirred at 
room temperature for two hours. The second washcoat is applied onto the dried, 
calcined monolith substrate until 14% weight gain is achieved. The double-coated 
substrate is again dried at 1 10°C and calcined at 600°C for five hours. 

The C5 catalyst performed best with diesel feed. With diesel feed, the NH 3 
-15 generation activity was 95%. With synthetic hydrocarbon feed, the NH 3 generation 

activity was 70%. These are among the highest activities of all the catalysts tested. 
Note that the temperature of the catalyst is relatively low (approximately 467°C), and 
yet NH 3 generation approached 100%. 

Example 6 

20 A C6 catalyst is prepared by double-coating a ceramic substrate in a first 

washcoat prepared from nickel-impregnated Fe 2 0 3 and a second washcoat prepared 
from Cs and Pt-impregnated Fe 2 0 3 . For the first washcoat, Fe 2 0 3 is mixed with 2 
percent nickel from nickel nitrate (or other nickel salt) solution. The resulting solution 
is stirred at room temperature for 2 hours, and then dried at 1 10 °C. The dried mixture 

25 is calcined in air at 600 °C for five hours. This dried, calcined material is crushed to 

make a first powder, which is mixed with 15 percent colloidal alumina (binder) to 
create a first slurry. A one-inch (25 mm diameter x 25 mm length) cordierite monolith 
substrate is washcoated by applying thin layers of the first slurry until 14 percent 
weight gain is realized. The monolith substrate is dried at 110°C, and then calcined at 

30 600°C for five hours. 

For the second washcoat, Fe 2 0 3 impregnated with Cs and Pt is prepared using 
the procedure outlined in Example 2. The second washcoat is then applied to the 
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monolith substrate on top of the already dried, calcined first washcoat until 14 percent 
weight gain is achieved. The double-coated substrate is again dried at 110 °C and 
calcined at 600 °C for five hours. 

The C6 catalyst showed a 65 percent NH3 generation activity using both the 
5 hydrocarbon feed and the diesel feed (see Table 1). Note that the catalyst temperature, 

392°C, was lower than that of most embodiments tested. 

Example 7 

A C7 catalyst is prepared by double-coating a ceramic substrate in a first 
washcoat prepared from Ni- and Cu-impregnated Fe 2 C»3 and a second washcoat 
10 prepared from Cs and Pt-impregnated Fe 2 0 3 . For the first washcoat, Fe 2 0 3 is 
impregnated with 2 percent copper (from copper acetate) and 2 percent nickel (from 
nickel nitrate) solution. The resulting solution is stirred at room temperature for two 
hours, and then dried at 110°C. The dried mixture is calcined in air for five hours at 
600°C. The calcined mixture is crushed to make a powder, which is then mixed with 
- 15 15 percent colloidal alumina (binder) to create a slurry. A one-inch (25 mm diameter x 

25 mm length) cordierite monolith is washcoated by applying thin layers of the slurry 
to achieve 14 percent weight gain. The monolith is dried at 110°C and calcined at 
600°C for five hours. 

For the second washcoat, Fe 2 03 impregnated with Cs and Pt is prepared using 
20 the procedure outlined in Example 2. The second washcoat is then applied to the 

monolith substrate on top of the already dried, calcined first washcoat until 14 percent 
weight gain is achieved. The washcoated substrate is again dried at 1 10°C and calcined 
at 600°C for five hours. 

The C7 catalyst showed 50 percent NH3 generation activity using synthetic 
25 hydrocarbon feed and 80 percent NH3 generation activity using diesel feed (see Table 

1). The tests were conducted at a catalyst temperature 460°C. 

Example 8 

A C8 catalyst is prepared by double-coating a ceramic substrate in a first 
washcoat prepared from Cu- and Zn-impregnated Fe20 3 and a second washcoat 
30 prepared from Cs and Pt-impregnated Fe 2 0 3 . For the first washcoat, Fe 2 0 3 is mixed 
with 2 percent copper (from copper acetate) and 2 percent zinc (from zinc nitrate) 
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solution. The resulting mixture is stirred at room temperature for 2 hours, and then 
dried at 110°C. The dried mixture is calcined in air at 600°C for five hours. The 
calcined mixture is crushed to make a powder, which is then mixed with 15 percent 
colloidal alumina (hinder). A one-inch (25 mm diameter x 25 mm length) cordierite 
5 monolith is washcoated by applying thin layers of the above composition until 14 

percent weight gain is realized. 

For the second washcoat, Fe 2 03 impregnated with Cs and Pt is prepared using 
the procedure outlined in Example 2. The second washcoat is then applied to the 
monolith substrate on top of the already dried, calcined first washcoat until 14 percent 
10 weight gain is achieved. The washcoated substrate is again dried at 1 10°C and calcined 
at 600°C for five hours. 

The C8 catalyst yielded a high NH3 generation activity of 90 percent with a 
diesel feed, but a rather low NH3 generation activity of 30 percent with a hydrocarbon 
feed (see Table 1). The tests were conducted at a catalyst temperature of 373 °C. 

Example 9 

A catalyst C9 is made by impregnating Fe2C>3 with Cu and Pt. In this example, 
Fe 2 0 3 is mixed with 2 percent Pt (from (NH3)4Pt(N03)2) and 2 percent copper (from 
copper acetate) solution. The resulting mixture is stirred at room temperature for two 
hours, and then dried at 110°C. The dried mixture is then calcined in air at 600°C for 
five hours. The calcined mixture is crushed to make a powder, which is then mixed 
with 10-15 percent colloidal alumina (binder) to produce a slurry. The slurry is 
washcoated onto a one-inch honeycomb, dried at 1 10°C, and calcined for three hours at 
600°C prior to testing. 

The C9 catalyst yielded results similar to that of the C8 catalyst. With diesel 
feed, the C9 catalyst achieved an 85 percent NH 3 generation activity (see Table 1). 
With synthetic hydrocarbon feed, the NH 3 generation activity was only 38 percent (see 
Table 1). The tests were conducted at a catalyst temperature of 443°C (see Table 1). 

Example 10 

A CIO catalyst is prepared by double-coating a ceramic substrate in a first 
30 washcoat prepared from Cu-impregnated CQO2 and a second washcoat prepared from 

Cs and Pt-impregnated Fe2C>3. For the first washcoat, CeC>2 is mixed with 2 percent Cu 
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(from copper acetate) solution. The resulting mixture is stirred for two hours at room 
temperature, and then dried at 1 10°C. The dried mixture is calcined in air at 600°C for 
five hours. The calcined material is crushed to make a powder, which is then mixed 
with 15 percent colloidal alumina (binder) to make a slurry. The one-inch (25 mm 
5 diameter x 25 mm length) cordierite monolith is then washcoated with this slurry until a 

weight gain of 14% is achieved. 

For the second washcoat, Fe 2 03 impregnated with Cs and Pt is prepared using 
the procedure outlined in Example 2. The second washcoat is then applied to the 
monolith substrate on top of the already dried, calcined first washcoat until 14 percent 
10 weight gain is achieved. The washcoated substrate is again dried at 1 10°C and calcined 

at 600°C for five hours. 

The CIO catalyst provided good results at relatively low temperature. At a 
catalyst temperature of 378°C, 80 percent NH3 conversion was obtained with diesel 
feed as the reductant, while 58 percent NH 3 conversion was obtained using 
. 1 5 hydrocarbon feed. 

Example 11 

A Cll catalyst was created to determine the effect of particle size of catalyst 
activity. In this example, nanosized particles of a support material were created by 
mixing 8g of Fe(CO) 5 with 20 mL decalin and irradiating the resulting solution with a 

20 high intensity ultrasonic horn (at 20 kHz) at a temperature between 0 and 5°C for 4 

hours. (NH 3 ) 4 Pt(N0 3 )2 (1.4 g), which had been dried overnight (15-20 hours) at 1 10°C, 
is added to the sonicated solution along with sufficient amount of colloidal alumina 
(binder) to make a 15 percent washcoat slurry. Then, 30 ml of a 50/50 mixture of 
isopropanol and 1-butanol is added to the slurry and stirred for one hour. A one-inch 

25 honeycomb substrate is washcoated with the material, dried at 110°C, and calcined in 

the air at 600°C for three hours. 

The Cll catalyst exhibited very high activity when tested with synthetic gases. 
The NH3 generation activity was 85 percent for the synthetic feed and was 60 percent 
for the diesel feed. The lower activity of catalyst Cll when tested with diesel feed may 

30 be attributable to the increased charring of the nanosized particles by diesel. 
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Metal Oxide Promotion of NH 3 Generation 
The following examples illustrate how catalytic activity can be enhanced 
(promoted) by metal oxides. The NH 3 generation activity of C13 and C14 catalysts in 
examples 13 and 14 below are contrasted with the NH 3 generation activity of C12 
5 catalyst in example 12. 

Example 12 

The C12 catalyst is made by impregnation of A1 2 0 3 with Pt. A1 2 0 3 is first 
added to 4 percent Pt from (NH 3 ) 4 Pt(N03)2 solution. The resulting mixture is stirred 
well and then dried in an oven at 110 °C to 120 °C overnight (15-20 hours). The 

1 0 resulting dried powder is calcined at a ramp rate of 3 °C/min to about 600 °C and held 

at that temperature for about 3 hours to obtain Pt/Al20 3 . The calcined material is mixed 
with a binder, such as colloidal alumina, to create a slurry consisting of 90% powder 
and 10% binder. The slurry is then washcoated on an EX-20 substrate (lxl inch), and 
the washcoated substrate is calcined in the air for 3 hours at 600°C with a ramp rate of 

15 3°C/min. 

The C12 catalyst is used as a control to determine the effects of activity 
enhancement by metal oxides. The data presented in Table 2 illustrate performance of 
various catalysts with diesel injection rates of 1.75 mg/s or 1.4 mg/s. As is evident 
from the data in Table 2, the C12 catalyst performed poorly relative to the other 
20 catalysts. The maximum NH 3 generations with Catalyst 12 are 24.2 percent and 16.6 

percent at 1.75 mg/s and 1.4 mg/s diesel injection rates, respectively. 

Example 13 

The CI 3 catalyst is prepared by mixing 5% Ti (from soluble titanium salt) and 5 
percent Fe (from soluble iron salt) in deionized water. Then, A1 2 0 3 (support material) 

25 is added to the solution and stirred well until it is evenly suspended in the solution. The 

mixture is then dried in an oven at 110-120°C overnight (15-20 hours) and calcined at 
600°C for three hours with a ramp rate of 3°C/min. The impregnated aluminum oxide 
is added to a (NH 3 ) 4 Pt(N0 3 )2 solution containing 2 percent Pt. The resulting mixture is 
stirred well, dried in an oven at 110-120°C overnight (15-20 hours), and then calcined 

30 at 600°C with a ramp rate of 3°C/min. The calcined mixture is added to colloidal 

alumina to create a slurry with a 90 percent power and 10 percent binder. The slurry is 
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then washcoated on an EX-20 substrate (lxl inch) until 30-40% weight gain is 
achieved. After the washcoating step, the substrate is dried and calcined in air. 

The CI 3 catalyst yielded higher NH 3 generation activities than that of the 
control C12 catalyst. The highest NH 3 generation activity achieved by this example is 
5 57.7 percent at 550°C, which corresponds to a catalyst temperature of 500°C. 

Example 14 

A C14 catalyst was made by mixing 1 percent Zn (from soluble zinc salt) and 1 
percent Fe (from soluble iron salt) in deionized water. AI2O3 is then dispersed in the 
solution and mixed well. The resulting mixture is dried in an oven at 110-120°C 

10 overnight (15-20 hours) and calcined at 600°C for 3 hours with a ramp rate of 3°C/min. 

The impregnated aluminum oxide is added to a (NH 3 ) 4 Pt(N03)2 solution containing 2 
percent Pt. This mixture is stirred well, dried in an oven at 1 10-120°C overnight (15-20 
hours), and then calcined at 600°C with a ramp rate of 3°C/min. This calcined mixture 
is added to colloidal alumina (binder) to create a slurry with a 90 percent powder and 

15 10 percent binder. The slurry is then washcoated on an EX-20 substrate (lxl inch; EX- 

20 is a cordierite substrate from Corning Incorporated, Corning, N.Y.) until 30-40 
percent weight gain is achieved. After the washcoating step, the substrate is dried and 
calcined in air for 3 hours at 600°C with a ramp rate of 3°C/min. 

The CI 4 catalyst showed higher NH 3 generation activity in comparison to the 

20 C12 and C13 catalysts. At a diesel injection rate of 1.75 mg/sec, NH 3 was generated at 

60.4 percent efficiency. 

Catalysts Based on Perovskite Materials 
The present invention also includes noble metal, e.g., Pt, supported on 
perovskite materials having a general formula of AB0 3 , where A is rare earth and B is 
25 a transition metal. In such embodiments, noble metal replaces portions of the transition 

metal B in the perovskite materials. This results in an embodiment having a general 
formula of AB]. x M x 0 3 , where M is a noble metal. In the preferred embodiments, M is 
Pt, Pd, Ir, Rh, or Ru, and x is between 0 and 0.3. Lower level of substitution is 
preferred because it minimizes structural change in the perovskite materials. The 
30 following example using Pt as the noble metal illustrates one such embodiment. 
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Example 15 

A CI 5 catalyst containing a perovskite material, LaMno.9Pto.1O3, was 
synthesized by the Pechini process to get a relatively high surface area. In this method, 
lanthanum nitrate and manganese nitrate are dissolved in a solution of (NH 3 ) 4 Pt(N03)2. 
5 Citric acid and ethylene glycol are added to the mixture to get a chelated complex. The 

ratio of citric acid to lanthanum and manganese is 1 to 1, e.g., two moles of citric acid 
to one mole of LaMno.9Pto.1O3. The amount of ethylene glycol to add to the mixture is 
calculated by the following equation: 

Weight of ethylene glycol = 1.5 x (weight of citric acid) x (density of ethylene glycol) 

10 The chelated complex is heated to 90 °C to form a gel. Then the temperature is 

increased to 120 °C, all the water and NO* fumes are removed, and the gel became a 
puffy powder. The puffy powder is fired at 450 °C for 4 hours to dry and remove 
carbon from the powder. After that, the dried, puffy powder is sintered at 700 °C or 
any desirable temperature to get the final product. The sintered powder is ball milled 

15 on a roller for a few days (2-5 days). The milled powder is then mixed with colloidal 

alumina to make a slurry for washcoating a substrate. 

As shown in Table 2, the CI 5 catalyst yielded high activities at relatively low 
temperatures. For example, a 60 percent activity was achieved at approximately 400°C 
in the presence of 6 percent oxygen. Figure 6 illustrates the activity of this perovskite 

20 catalyst as a function of the temperature. This catalyst demonstrates the possibility to 

generate NH 3 at relatively low temperatures. The results of the durability test (in the 
presence of 10-12 percent H 2 0, 6 percent 0 2 and 40 ppm SO2 for 50-100 hours) of this 
catalyst indicate that the activity decreases about 6 percent at low temperatures (400- 
450°C) and 13-16 percent at high temperatures (500-550°C). 

25 

Activity Tests 

After the catalysts were prepared according to the disclosed methods, activity 
tests were performed with a stainless steel tubular reactor flow system to quantify the 
conversion of NO x to NH 3 . 
30 These activity tests were conducted by passing an inlet gas of known 

composition, similar to that expelled by an internal combustion engine, through the 
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reactor. In the catalytic unit, NH 3 is generated by reduction of NO x . The compositions 
of the outlet stream were measured and compared with those of the inlet stream to 
determine the amount of NH3 generation. The percent NH3 generation was calculated 
according to the following equation: Y N H3 % = ( [NH 3 ] / [NO x , in ] ) x 100, where [NH 3 ] 
is the concentration of NH3 in the outlet stream and [NO X) j n J is the concentration of NO x 
in the inlet stream. The analysis of NH 3 , NO, N 2 0, CO, C0 2 , H 2 0 in the inlet and 
outlet gas streams was performed using a Nicolet 560 Gas FTIR (Fourier Transform 
Infrared Spectrometer) equipped with a Mercury Cadmium Telluride (MCT) detector. 
This detector can detect concentrations in the ppm range. FTIR is capable of 
determining concentrations for a variety of interested compounds simultaneously and is 
effective in identifying the multiple components in the gas stream. The effluent gases in 
this case were monitored at 4 cm" 1 resolution. The bench unit is equipped with an 
injector for supplying diesel as well as an inlet for supplying synthetic hydrocarbons. 

Prior to measuring the activities of the disclosed embodiments, it is important to 
calibrate the equipment and get a baseline reading. To accomplish this, a pristine, one 
inch (25mm x 25mm) honeycomb substrate sample was loaded in the reactor and a 
background measurement is collected. After this correction, samples were prepared 
and tested according to the methods described below. 

Most samples were tested multiple times with different simulated exhaust 
compositions. First, for the generation of NH 3 using synthetic hydrocarbons, a 
simulated exhaust gas with a composition of 0.77% 0 2 , 14% C0 2 , 1000 ppm NO x , 
1000 ppm CO, 333 ppm C 3 H 6 , 167 ppm C 3 H 8 , 0.33% H 2 , 23 ppm S0 2 and 10-12% 
H 2 0 is used. This composition of gases represents a 1.2 redox ratio. The data collected 
from this series of experiments, identified as Phase 1, are represented in parentheses in 
Table 1. The gas flow was balanced with nitrogen to give a total flow rate of 7508 
mL/min. This flow rate corresponds to a space velocity (SV) of 35,000 h" 1 because 
space velocity equals the flow rate divided by the volume of the catalyst unit. 

Because NH 3 conversion at low temperatures is an important feature of the 
disclosed embodiments, it is necessary to test the catalyst samples over a broad 
temperature range (from 60 to 600°C) to prove their applicability to mobile internal 
combustion engines. The ramping rate was set at 8.5°C/min until it reached 600°C; 
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then, this temperature was maintained for 15 minutes. Figures 4 and 5 illustrate the test 

data generated over this broad temperature range. 

While there is interest in the control of NO x emission from gasoline engines, the 

interest for mobile diesel engines is even greater because there is no effective control of 
5 NO x emission from diesel engines. Thus, the NH3 generation activities of these 

catalysts were also tested with diesel input. In this case, the diesel input stream was 

composed of 3-6% 0 2 , 14% C0 2 , 500-1000 ppm NO x , 350 ppm CO, and 10-12% H 2 0. 

The injection nozzle opening was set to oscillate at 0.003, 0.0035 or 0.004 cycles, i.e., 

the nozzle was cycled to open for 3, 3.5, or 4 seconds per 1000 seconds of time. These 
0 frequencies correspond to 1.4, 1.75, and 2.2 mg of diesel/sec, respectively. The gas 

flow was balanced with nitrogen to give a total flow of 4290 ml/min, which 

corresponds to a space velocity (SV) of 20,000 h" 1 . 



Table 1 : Comparison of NH3 Activity for the Catalysts in Examples 1-11 



Catalyst # 


Catalyst 
(Metal- 
Support) 


Max. NH 3 
Activity % 
(Phase 1 : 
synthetic gas 
activity) 


Furnace 
Temperature 
°C 


o 2 % 


Diesel 
Injection 

Rate 
(mg /sec) 


CI 


Pt-Fe 2 0 3 


83 (65) 


490 


3 


1.4 


C2 


K, Pt- 
Fe 2 0 3 


90 (72) 


485 


4 


1.4 


C3 


K,Pt- 
Fe 2 03/La2 
0 3 - 
19A1 2 0 3 


60 (69) 


550 


4 


1.4 


C4 


Cs, Pt- 
Fe 2 0 3 :Pt- 
Cr 2 0 3 


60 (88) 


517 


3 


1.4 


C5 


Cs, Pt 
Fe 2 0 3 /Cu, 
Fe 2 0 3 


95 (70) 


517 


4 


1.4 


C6 


Cs, Pt 
Fe 2 0 3 /Ni, 
Fe 2 0 3 


65 (65) 


442 


4 


1.4 


C7 


Cu(II), Ni 
Fe 2 0 3 /Pt, 
Cs, Fe 2 0 3 


80 (50) 


510 


4 


1.4 


C8 


Cu(II), Zn, 
Fe 2 0 3 /Pt, 
Cs, Fe 2 0 3 


90 (30) 


423 


5 


1.4 


C9 


Cu(II) 
Fe 2 0 3 /Pt 


85 (38) 


493 


5 


1.4 


CIO 


Pt, 
Ce0 2 /Cs, 
Pt-Fe 2 0 3 


80 (58) 


428 


5 


1.4 


Cll 


Pt-Fe 2 0 3 


60 (85) 


494 


4 


1.4 
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Data presented in Table 1 include activities of the disclosed embodiments using 
diesel input and synthetic hydrocarbon feed (data for hydrocarbon feed are shown in 
parenthesis). Most of the catalysts in Table 1, with a few exceptions, exhibit better 
activity with diesel than with the synthetic hydrocarbons feed. Note that the high 
5 activity catalysts all contain Pt/Fe2C>3 as a component. Data with diesel feed were 

gathered only at an input rate of 1.4 mg of diesel/sec. Typically, for a test involving 3- 
4% 0 2 , the injector was set to operate at 0.003 cycles, and 0.0035 cycles for a test with 
a 6% O2 composition. Table 1 also shows NH3 generation activities of these catalysts as 
a function of temperature. Figures 4 and 5 also illustrate the responses of these 

1 0 catalysts to varying levels of 0 2 in the input stream. 

Catalysts C12-C15 were tested in a slightly different fashion than those 
discussed above. These catalysts were tested with a simulated diesel exhaust gas as 
described above. The injection rates for these test are either 1.4 mg/s or 1.75 mg/s. 
The results are shown in Table 2. Catalyst CI 2 was used as a control to demonstrate 

15 the activity enhancement (promotion) by metal oxides. Note that the catalyst 12 

achieved a NH 3 generation activity only as high as 24.2 percent, while the other 
catalysts (catalyst C13 and CI 4) which used metal oxides as a promotor achieved much 
higher activities. This observation is consistent with the notion that ammonia 
generation may be enhanced by metal oxides that are capable of partially cracking 

20 diesel into lighter and efficient reductants. Examples of such metal oxides include Fe, 
Zn, Cu, Mo, Co, Ti, Ni, Cr, and V oxides or their combinations. In general, a suitable 
pre-cracking catalyst may be used to partially crack the diesel fuel into light and 
efficient reductants so as to enhance the NH3 generation activity of the preferred 
catalyst and possibly reduce the light-off temperature. 

25 



Table 2: Comparison of NH 3 Activity for the Catalysts in Examples 12-15 



Cata- 
lysts # 



C12 



C13 



L 



Catalysts 
composition 



4%Pt/Al 2 0 3 



NH 3 

% 



Furnace 
Temp. 
(°C) 



2%Pt/5%TiO x - 
5%Fe 2 0 3 / 
A1 2 0 3 



2%Pt/l%ZnO- 
1% Fe 2 0 3 / 
A1 2 0 3 



LaMn 0 . 9 Pt0.iO 3 



16 
19.6 
23.5 
24.2 



15.2 
16.6 
15.2 
15.2 



47.7 
47.7 
57.7 
50.7 



50.3 
56.2 
604. 
59.6 



48 
60 
60.3 
65.5 
71.66 
66-71 
55.5 



450 
500 
550 
600 



450 
500 
550 
600 



450 
500 
550 
600 



450 
500 
550 
600 



327-370 

400 

450 

461 
490-500 

550 

600 



o 2 % 



Diesel 
injection 
Rate (mg/s) 



1.75 



1.75 



* This catalyst contains TiO x , which is a non-stoichiometric titanium oxide. In this 
formula, x is less than 2. 



d Total NO x conversion includes generation of NH 3 and other products (e.g., N 2 ). 
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Durability Tests 

Also important for successful application of the disclosed embodiments is the 
ability to withstand harsh "environments" in the exhaust systems of internal 
combustion engines. Inside a catalytic converter, water and many contaminants can 
5 impede or degrade a catalyst's performance. Therefore, these catalysts were also tested 

for durability with a simulated exhaust environment. The durability of the catalysts CI 
and C5 was evaluated by aging the catalysts for 60 hours at 600°C in the presence of a 
gas containing 40 ppm SO2, 10-12% H2O and 6% O2 to simulate the interior of a 
catalytic converter. After the aging process, these catalysts were re-tested according to 

10 the above method to determine whether their NH3 generation activities had been 

impaired. The decrease in efficiency of Catalysts CI and C5 for NH3 generation was 
found to be less than 10%. These tests show the applicability of the disclosed 
embodiments in the conversion of NO x in motor vehicle exhaust gas. 

Advantages of the present invention may include one or more of the following. 

15 These catalysts exhibit high activities for the generation of NH3 using exhaust gases 

under excess oxygen conditions. These catalysts can be used in diesel, gasoline, and 
synthetic hydrocarbon applications. Furthermore, the amounts of NO2 and N2O 
produced by these reactions are minimal. Ammonia can be generated at relatively low 
temperatures using these catalysts. Sulfur aging does not significantly impede the 

20 performance of these catalysts. Furthermore, these catalysts may be extruded with the 
support materials to make the catalytic units. In such a case, the catalytic unit will have 
more catalysts than the washcoated versions. More catalysts will likely lead to better 
performance. 

Enhanced performance can be achieved through the use of a high pressure 
25 diesel injector, which atomizes the fuel. This is apparent from the fact that diesel 

injection at 1.4 mg/s (the lowest rate achievable with our setup) gives better results than 
at 1.75 mg/s or 2.2/s. Lower diesel injection rate may also reduce the charring of the 
catalysts, especially those with very fine particle sizes. Additionally, the particle size 
of the catalyst affects its efficiency: the finer the particle size, the better the efficiency. 
30 The perovskite compound disclosed above was prepared by the Pechini method, which 
does not produce surface area as high as do other methods. Further increase in surface 
area is possible and performance of these catalysts may be improved by increasing the 
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surface area. Finally, ammonia generation may be enhanced by metal oxides that are 
capable of partially cracking diesel into lighter and efficient reductants. Examples of 
such metal oxides include Fe, Zn, Cu, Mo, Co, Ti, Ni, Cr, and V oxides or their 
combinations. Those skilled in the art will appreciate that the present invention also 
may include other advantages and features. 

While the present invention has been described and illustrated herein by 
reference to a limited number of embodiments, numerous variations and modifications 
are possible. Therefore, it is intended that the invention be limited only by the claims 
that follow. 
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CLAIMS 



What is claimed is: 

1 . A catalyst for converting NO x in exhaust gases to NH3 comprising: 

5 at least one metal oxide impregnated with at least one noble metal, the metal 

oxide comprises at least one selected from Fe2C>3, Cr203, MgO, La203, ZnO, TiO x , and 
CeC>2, the noble metal comprising at least one selected from Pt, Pd, Ir, Rh, and Ru. 

2. The catalyst of claim 1 further comprising at least one promoter metal oxide at 
10 an amount no more than 5 percent, wherein the promoter metal oxide comprises at least 

one selected from oxides of Fe, Zn, Cu, Mo, Co, Ti, Ni, Cr, and V. 

3. The catalyst of claim 1 wherein the noble metal is present in an amount between 
0 percent and 5 percent by weight. 

fl5 

4. The catalyst of claim 1 further comprising at least one transition metal in an 
amount of at most 5 percent by weight. 

5. The catalyst of claim 4 wherein the at least one transition metal comprises at 
~ 20 least one selected from Cu, Zn, Ni, Mo, Ir, Co, Fe, Cr, and Mn. 

6. The catalyst of claim 1 further comprising at least one additional metal selected 
from alkali metals and alkaline earth metals in an amount of at most 5 percent by 
weight. 

25 

7. The catalyst of claim 6 wherein the at least one additional metal comprises at 
least one selected from Cs, K, and Ba. 

8. The catalyst of claim 1 further comprising at least one rare earth oxide in an 
30 amount of at most 5 percent by weight. 
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9. The catalyst of claim 8 wherein the rare earth oxide comprises at least one 
selected from La2C>3 and Ce02- 

10. The catalyst of claim 4 further comprising at least one additional metal selected 
5 from alkali metals and alkaline earth metals, the at least one additional metal present in 

an amount of at most 5 percent by weight. 

11. The catalyst of claim 10 wherein the additional metal comprises at least one 
selected from Cs, K, and Ba. 

10 

12. The catalyst of claim 4 further comprising at least one rare earth oxide in an 
amount of at most 5 percent by weight. 

13. The catalyst of claim 12 wherein the rare earth oxide comprises at least one 
15 selected from La2C>3 and CeC>2. 

14. The catalyst of claim 5 further comprising at least one additional metal selected 
from alkali metals and alkaline earth metals, the at least one additional metal present in 
an amount of at most 5 percent by weight. 

20 

15. The catalyst of claim 14 wherein the additional metal comprises at least one 
selected from Cs, K, and Ba. 

16. The catalyst of claim 5 further comprising at least one rare earth oxide in an 
25 amount of at most 5 percent by weight. 

17. The catalyst of claim 16 wherein the rare earth oxide comprises at least one 
selected from La203 and Ce02. 

30 18. The catalyst of claim 6 further comprising at least one rare earth oxide in an 

amount of at most 5 percent by weight. 
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19. The catalyst of claim 18 wherein the rare earth oxide comprises at least one 
selected from La2(>3 and Ce02. 

20. The catalyst of claim 7 further comprising at least one rare earth oxide in an 
5 amount of at most 5 percent by weight. 

21. The catalyst of claim 20 wherein the rare earth oxide comprises at least one 
selected from La2C>3 and Ce02- 

10 22. The catalyst of claim 4 further comprising at least one additional metal and at 

least one rare earth oxide, the additional metal and the rare earth oxide each present in 
an amount of at most 5 percent, the additional metal comprising at least one selected 
from alkali metals and alkaline earth metals. 

15 23. The catalyst of claim 4 further comprising at least one additional metal and at 

least one rare earth oxide, the additional metal and the rare earth oxide each present in 
an amount of at most 5 percent, the additional metal comprising at least one selected 
from Cs, K, and Ba. 

20 24. The catalyst of claim 4 further comprising at least one additional metal and at 

least one rare earth oxide, the additional metal and the rare earth oxide each present in 
an amount of at most 5 percent, the additional metal comprising at least one selected 
from alkali metals and alkaline earth metals, the rare earth oxide comprising at least 
one selected from La 2 C>3 and CeC>2. 

25 

25. The catalyst of claim 5 further comprising at least one additional metal and at 
least one rare earth oxide, the additional metal and the rare earth oxide each present in 
an amount of at most 5 percent, the additional metal comprising at least one selected 
from alkali metals and alkaline earth metals. 



30 
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26. The catalyst of claim 5 further comprising at least one additional metal and at 
least one rare earth oxide, the additional metal and the rare earth oxide each present in 
an amount of at most 5 percent, the additional metal comprising at least one selected 
from Cs, K, and Ba. 

5 

27. The catalyst of claim 5 further comprising at least one additional metal and at 
least one rare earth oxide, the additional metal and the rare earth oxide each present in 
an amount of at most 5 percent, the additional metal comprising at least one selected 
from alkali metals and alkaline earth metals, the rare earth oxide comprising at least 

1 0 one selected from La 2 0 3 and Ce02- 

28. The catalyst of claim 5 further comprising at least one additional metal and at 
least one rare earth oxide, the additional metal and the rare earth oxide each present in 
an amount of at most 5 percent, the additional metal comprising at least one selected 

15 from Cs, K, and Ba, the rare earth oxide comprising at least one selected from La20^ 

and Ce02- 

29. A catalyst for converting NO x in exhaust gases to NH 3 comprising: 

at least one compound represented by the formula ABi_ x M x 03, wherein A is a 
20 rare earth metal, B is a transition metal, and M is a noble metal. 

30. The catalyst of claim 29, wherein x is in a range from 0 to 0.3. 

3 1 . The catalyst of claim 29, wherein A comprises lanthanum. 

25 

32. The catalyst of claim 29, wherein B comprises manganese. 

3 3 . The catalyst of claim 29, wherein M comprises platinum. 

30 34. The catalyst of claim 29, wherein A comprises lanthanum, B comprises 

manganese, and M comprises platinum. 
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35. A method of generating NH3 from NO x comprising: 

passing a stream of gas which comprises NO x , oxygen, and at least one 
reductant through a catalyst, wherein the catalyst comprises a metal oxide impregnated 
with a noble metal, the metal oxide comprising at least one selected from Fe203, Cr203, 
5 MgO, La 2 0 3 , ZnO, TiO x , and CeOa, and the noble metal comprising at least one 

selected from Pt, Pd, Pr, Rh, and Ru. 

36. The method of claim 35, wherein the reductant comprises at least one selected 
from diesel, gasoline, hydrocarbons and hydrogen. 

10 

37. A method of generating NH 3 from NO x comprising: 

passing a stream of gas which comprises NO x , oxygen, and at least one 
reductant through a catalyst, wherein the catalyst has a formula AB!_ x M x 0 3 , where A 
comprises a rare earth metal, B comprises a transition metal, and M comprises a noble 
1 5 metal, and the noble metal comprising at least one selected from Pt, Pd, Ir, Rh, and Ru. 

38. The method of claim 37, wherein the reductant comprises at least one selected 
from diesel, gasoline, hydrocarbons, and hydrogen. 

20 39. A catalytic unit comprising at least one catalyst supported on a substrate, the 

catalyst comprising a metal oxide impregnated with a noble metal, the metal oxide 
comprising at lease one selected from Fe 2 0 3 , Cr 2 0 3 , MgO, La 2 0 3 , ZnO, TiO*, and 
Ce0 2 , the noble metal comprising at least one selected from Pt, Pd, Ir, Rh, and Ru. 

25 40. The catalytic unit of claim 39, wherein the catalyst further comprises at least 

one promoter metal oxide selected from oxides of Fe, Zn, Cu, Mo, Ti, Ni, Cr, and V. 

41. A catalytic unit comprising at least one catalyst supported on a substrate, the 
catalyst comprising a perovskite material represented by the formula ABi_ x M x 0 3 , 
30 wherein A comprises a rare earth metal, B comprises a transition metal and M 

comprises a noble metal selected from Pt, Pd, Ir, Rh, and Ru. 



-29- 
ABSTRACT 

A catalyst for converting NO x in exhaust gases from internal combustion 
engines to NH 3 includes a perovskite material or a metal oxide impregnated with a 
noble metal, the metal oxide comprising at least one selected from Fe 2 0 3 , Cr 2 0 3 , MgO, 
La 2 0 3 , and Ce0 2 , and the noble metal comprising at least one selected from Pt, Pd, Ir, 
Rh, and Ru. 
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I acknowledge the duty to disclose information which is material to the examination of this 
application in accordance with Title 37, Code of Federal Regulations, § 1.56. 

I hereby claim foreign priority benefits under Title 35, United States Code, § 1 19(a)-(d) or 
365(b) of any foreign application(s) for patent or inventor's certificate or 365(a) of any PCT 
international application which designated at least one country other than the Unites States, listed 
below and have also identified below any foreign application for patent or inventor's certificate, on 
the same subject matter, having a filing date before that of the application on which priority is ' 
claimed: 

□ Country: Application No.: Filing Date: 
Ex] NONE 

I hereby claim the benefit under Title 35 United States Code § 1 19(e) and § 120 of any 
United States application(s) or 365(c) of any PCT international application designating the United 
States listed below and, insofar as the subject matter of each of the claims of this application is not 
disclosed in the prior United States application in the manner provided by the first paragraph of Title 
35 United States Code § 1 12, 1 acknowledge the duty to disclose material information as defined in 
Title 37 Code of Federal Regulations, § 1.56 which occurred between the filing date of the prior 
application and the national or PCT international filing date of this application: 

□ Provisional No.: Filed: Status: 

□ Application No.: Filed: Status: 



PCT Application No: Filed: 
KI NONE 



Status: 



DECLARATION IN ORIGINAL APPLICATION 



U.S. Attorney Docket No.: SP00-291 



I hereby declare that all statements made herein of my own knowledge are true and that all 
statements made on information and belief are believed to be true; and further that these statements 
were made with the knowledge that willful false statements and the like so made are punishable by 
fine or imprisonment, or both, under Section 1001 of Title 18 of the United States Code and that such 
willful false statements may jeopardize the validity of the application or any patent issued thereon. 



Full Name of Inventor: Lin He 

Resident Address: 26 Barrington Road, Horseheads, NY 1 4845 

Post Office Address: same 

Citizenship: USA 



DATE: \Q-(j~-Q<> 



Lin ffe^" 




Full Name of Inventor: 



Steven B. Ogunwumi 



Resident Address: 
Post Office Address: 



same 
Liberia 



137 Field Street, #15, Corning, NY 14830 



Citizenship: 



DATE: 



Steven B. 




U.S. Attorney Docket No.: SP00-291 



(U.S.) 



Applicant(s): 



IN THE UNITED STATES PATENT AND TRADEMARK OFFICE 

i COMBINED 
). He eta! j CERTIFICATE UNDER 

j 37 C.F.R.£ 3.73(b) 



Filed: 



Serial No.: 



and 

POWER OF ATTORNEY 



For: 



NH 3 GENERATION CATALYSTS FOR 
LEAN-BURN AND DIESEL 
APPLICATIONS 



Assistant Commissioner for Patents 
Washington, DC 20231 



CERTIFICATE UNDER 37 C.F.R. § 3.73(b) 



CORNING INCORPORATED, a New York corporation, certifies that it is the assignee of 
the entire right, title and interest in the patent application identified above by virtue of an assignment 
from the inventor(s) of the patent application identified above. A true copy of the unrecorded 
Assignment is attached hereto. 

The undersigned has reviewed the above referenced assignment of the patent application 
identified above and, to the best of the undersigned's knowledge and belief, title is in the assignee 
identified above. 

The undersigned is empowered to sign this certificate on behalf of the assignee. 

I hereby declare that all statements made herein of my own knowledge are true, and that all 
statements made on information and belief are believed to be true; and further, that these statements 
are made with the knowledge that willful false statements, and the like so made, are punishable by 
fine or imprisonment, or both, under Section 1001, Title 18 of the United States Code, and that such 
willful false statements may jeopardize the validity of the application or any patent issuing thereon. 
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U.S. Attorney Docket No.: SPOO-291 



(U.S.) 



POWER OF ATTORNEY BY ASSIGNEE 



CORNING INCORPORATED, the assignee of the full and exclusive right, title and interest 
in and to the accompanying application for United States Letters Patent entitled NH 3 
GENERATION CATALYSTS FOR LEAN-BURN AND DIESEL APPLICATIONS and 
executed by Lin He and Steven B. Ogunwumi on 10/6/00, respectively, appoints the practitioners 
associated with the Customer Number provided below (i.e., the practitioners associated with the 
Patent Department, Corning Incorporated) to prosecute this application and to transact all business in 
the U.S. Patent and Trademark Office connected therewith. Please direct all correspondence to Anca 
C. Gheorghiu at the address associated with that Customer Number. 



Customer Number: 22928 



CORNING INCORPORATED 



Date: (Q-VOD 



By 




Alfred L. Michaelsen 
Senior Vice President 
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